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(54) Centipede polymers and preparation and application in rubber compositions 



(57) The instant invention relates to poly (mal eimide- 
co-alkenyl benzene) centipede polymer and a method 
for producing the polymer by reacting a poly(alkenyl 
benzene-co-maleic anhydride) in the presence of a pri- 
mary amine in a substantially dry state. The invention is 
further directed to a process for blending the poly(male- 
imide-co-alkenyl benzene) centipede polymer with elas- 
tomeric polymers, in combination with, or in substitution 
of conventional extender oils, to produce extended pol- 
ymers having improved properties such as tensile 
strength, maximum elongation, tear strength, damping 
properties, and the like. 
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Description 

BACKGROUND OF THE INVENTION 



[0001 ] The polymer.zat.on of styrene and maleic anhydride by free radical initiation is well known in the prior art Sim- 
Marly poly(styrene-co-maleic anhydride) and poly(styrene- a / f -maleic anhydride) polymers are well known. Further imi- 
d.zafcon between a maleic anhydride and a primary amine group is a commonly known chemical reaction. Publications 
wh.ch have recognized these reactions include: German Patent DE 4241538. assigned to Leuna-Werke A.-G; Japa- 
nese Patent JP 9424801 7. assigned to Monsanto Kasel Kk.; and. Italian Patent EP 322905 A2. assigned to Montedipe 
S.p.A. vanous other non-patent publications have also recognized these reactions. Included among them are: L.E Col- 

XT'^m^ u" d " , DOm ' Jr ' J - ° rQ - Ch6m • 185 ( 1959 )' A Matsumoto. Y. Oki. and T Otsu. Polymer J.. 
23(3^ 201(1991); L. Haeussler. U. Wienhold. V. Albricht. and S. Zschoche, Themochim. Acta. 277. 14(1966)- W Kim 
and K Seo, Macromol. Rapid Commun.. 1Z 835(1996); W. Lee. and G. Hwong. J Appl Polym. Sci.. 59. 599(1996) : 
and. I. Vermeesch and G Groeninckx. J. Appl. Polym. Sci . 53.. 1356(1994) 

[0002] The synthesis of monofunctional N-alkyI and N-aryl maleimides are also well known in the prior art They have 
been extensively used to improve the heat stability of homopolymers and especially copolymers prepared from vinyl 
monomers. Typ.cally. the bulk resins comprise ABS (poly-(acrylonitrile-co-butadiene-co-styrene)) or a polyblend of poly- 
( t CT . y » n o^ C °" bUtad ' ene) 3nd Po'Hstyrene-co-acrylonitrile); PVC (polyvinyl chloride)); SAN (poly(styrene-co-acrylo- 
nrtnle)); PMMA (poly(methyl methacrylate)); and the like. The maleimides can be copolymerized with other monomers 
such as acrylonrtnle. butadiene, styrene. methyl methacrylate. vinyl chloride, vinyl acetate and many other comono- 
mers A more preferred practice in the industry is to produce copolymers of maleimides with other monomers such as 
styrene and optionally acrylonitrile and to blend these with ABS and SAN resins. In any event, the polymer compositions 
are adjusted so that the copolymers are fully compatible with the bulk resins (e.g.. ABS and/or SAN) as shown by the 
presence of a single glass transition point (T g ) as determined by differential scanning calorimetry (DSC) 
25 [0003] It has long been recognized that two or more polymers may be blended together to form a wide variety of ran- 
dom or structured morphologies to obtain products that potentially offer desirable combinations of characteristics How- 
ever, rt may be drff.cult or even impossible in practice to achieve many potential combinations through simple blending 
because of some inherent and fundamental problem. Frequently, the two polymers are thermodynamically immiscible 
which precludes generating a truly homogeneous product. This immiscibility may not be a problem per se since often it 
is desirable to have a two-phase structure. However, the situation at the interface between these two phases very often 
does lead to problems The typical case is one of high interfacial tension and poor adhesion between the two phases 
Th.s .nterfacal tens.on contributes, along with high viscosities, to the inherent difficulty of imparting the desired degree 
of dispers.on to random mixtures and to their subsequent lack of stability, giving rise to gross separation or stratification 
dur.ng later processing or use. Poor adhesion leads, in part, to the very weak and brittle mechanical behavior often 
observed in dispersed blends and may render some highly structured morphologies impossible 
[0004] The abrasion resistance of rubbers generally increases with increasing molecular weight. However viscosity 
o the unvulcanized rubber also increases with increase in molecular weight. Accordingly, in conventional practice a 
plasbczer ("extend.ng oil") is added to the unvulcanized rubber to lower its viscosity and to increase its workability to a 
point suitable for extrusion or other processing. 
40 [0005] Kent et al in U.S. Pat. No. 3.528.936 and Cowperthwaite et al in U.S. Pat. No. 3.751 .378 recognize that high 
molecular weight polymers of butadiene, etc.. may be plasticized by addition of certain polyester monomers. Both pat- 
ents teach admnrture of the monomer and polymer together with an inorganic filler and other ingredients on an open 
mill or in an internal mixer, i.e., "dry" blending with a filler. 

[0006] It is particularly desirable to prepare a polymer useful as an oil substitute that performs the function of a poly- 
ps mer extender or plasticizer while enhancing beneficial polymer properties such as tensile strength, maximum elonga- 
tion, tear strength, damping properties. ~ 



OBJECTS OF THE INVENTION 



[0007] It is an object of th.s invention to produce a poly(maleimide-co-alkenyl benzene) "centipede" polymer formed 
by .m.d.z.ng a poly(alkenyl benzene-co-maleic anhydride). The "centipede" polymer has a high molecular weight spine 
connected wrth many relatively short side chains. The length of the main chain usually equals or is longer than the 
f^ 9 IT"* !? ngt u h -. whicn is herein defined theoretically as an order of magnitude of 100 repeating units, while the 
length of the side chains is much smaller than the entanglement length 
55 [0008] Still more specifically, it is an object of the invention to provide a centipede polymer formed by imidizing a 
poly(styrene-co-male.c anhydride) with a primary amine to form a poly(maleimide- co-sty rene) polymer 
[0009] It .s a further object of the present invention to produce a high molecular weight poly(maleimide-co-alkenyl 
benzene) polymer formed by the reaction product of a maleic anhydride contributed monomer unit of a poly(alkyl ben- 
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zene-co-maleic anhydride) and a primary amine containing from 1 to 50 carbon atoms in the alkyl and alkoxy substitu- 
ents in the primary amine. 

[001 0] It is another object of the invention is to produce a high molecular weight poly(maleimide-co-alkenyl benzene) 
polymer useful as an oil substitute to be used as an a polymer extender that enhances beneficial polymer properties 
such as tensile strength, maximum elongation, tear strength, damping properties, and the like. 

[0011] Finally, it is yet another object of the invention is to produce a centipede polymer that exhibits improved prop- 
erties such as tensile strength, maximum elongation, tear strength, damping properties, and the like; that can be 
employed as a substitute for oils and/or plasticizers in the production of various other rubber compounds. 

SUMMARY OF THE INVENTION 

[001 2] The present invention is broadly directed to poly(maleimide-co-alkenyl benzene) centipede polymer composi- 
tions formed by reacting a poly(alkenyl benzene-co-maleic anhydride) with a primary amine. It is further directed to a 
process for blending the poly(maleimide-co-alkenyl benzene) centipede polymer with elastomeric polymers, in combi- 
nation with, or in substitution of. conventional extender oils, to produce extended polymers having improved properties 
such as tensile strength, maximum elongation, tear strength, damping properties, and the like. 

DETAILED DESCRIPTION OF THE INVENTION 

[001 3] The present invention is broadly directed to a polymer compositions of a poly(alkenyl benzene-co-maleimide) 
formed by reacting a poly(alkyl benzene-co-maleic anhydride) with a primary amine. 

[0014] For the purposes of this invention, poly(alkenyl benzene-co-maleimide) and poly(alkyl benzene-co-maleic 
anhydride) are defined to encompass random and stereo-specific copolymers, including copolymers having alternating 
alkenyl benzene and maleimide or maleic anhydride contributed monomer units along the polymer backbone. Such 
alternating structure are typically described as poly(alkenyl benzene- ady-maleimide) and poly(alkyl benzene-aoy-maleic 
anhydride), however, these polymers are encompassed herein within the descriptions poly(alkenyl benzene-co-male- 
imide) and poly(alkyl benzene-co-maleic anhydride) 

[001 5] Processes for forming poly(alkyl benzene-co-maleic anhydride) polymers are well known to those skilled in the 
art. The preparation of the copolymers from electron donor monomers, such as styrene, and electron acceptor mono- 
mers, such as maleic anhydride, as a result of complexation of the electron acceptor monomers may be carried out in 
the absence as well as in the presence of an organic free radical initiator in bulk, or in an inert hydrocarbon or halogen- 
ated hydrocarbon solvent such as benzene, toluene, hexane, carbon tetrachloride, chloroform, etc. (N.G. Gaylord and 
H. Antropiusova, Journal of Polymer Science, Part B. 7, 145 (1969) and Macromolecules. 2, 442 (1969); A. Takahashi 
and N G. Gaylord, Journal of Macromolecular Science (Chemistry), A4, 127 (1970). 

[0016] Poly(alkyl benzene-co-maleic anhydride) polymers are prepared by reacting monomers of alkenylbenzene 
with maleic anhydride. The preferred alkenyl benzene monomers used for forming the poly(alkyl benzene-co-maleic 
anhydnde) polymer are styrene or a-methylstyrene. Suitable, but less preferred substitutes are: p-methylstyrene, 4-phe- 
nylstyrene, m-methylstyrene, o-methylstyrene. p-tert-butylstyrene, dimethyl styrene. and combinations thereof. 
[00171 The poly(alkyl benzene-co-maleic anhydride) for use in the present invention is a polymer containing from 
about 5 to 99 mole percent of maleic anhydride monomer with the remainder being alkyl benzene monomer. The pre- 
ferred poly(alkyl benzene-co-maleic anhydride) contains from 20 to 50 mole percent of maleic anhydride monomer. The 
most preferred poly(a!kyl benzene-co-maleic anhydride) for use in the present invention is poly (styrene- co-maleic 
anhydride) containing 50 mole percent of maleic anhydride monomer and 50 mole percent of styrene monomer. The 
comonomers, maleic anhydride and alkenyl benzene, can be randomly or alternatingly distributed in the chain, how- 
ever, it is preferred to have these comonomers alternating along the polymer backbone chain. 

[0018] The poly(aikenyl benzene-co-maleic anhydride) has a molecular weight range between about 1 .000 and up to 
about 500,000 or higher, more typically between about 10.000 and 500.000. and even more typically between about 
1 50.000 and 450,000, where the molecular weight is weight-average ("M w "). 

[0019] The poly(maleimide-co-alkenyl benzene) of the instant invention is formed by reacting a poly(alkyl benzene- 
co-maleic anhydride) in the presence of a mono-primary amine at a temperature from about 100°C to about 300°C and 
at a pressure from about slightly above vacuum to about 20 atmospheres, under substantially dry conditions. The reac- 
tants are preferably dry mixed in the absence of solvents in a suitable mixing apparatus such as a Brabender mixer 
equipped with Banbury blades. It is preferable to purge the mixer with nitrogen prior to the charging of the reactants. 
The primary amine may be added in a singular charge or in sequential partial charges into a reactor containing a charge 
of poly(alkyl benzene-co-maleic anhydride). Preferably the primary amine is charged in ratio between 0.8 to 1.0 of 
moles of amine per monomer contributed units of maleic anhydride in the poly(alkyl benzene-co-maleic anhydride). 
[0020] Suitable primary amine include but are not limited to: alkyl amines; alkyl benzyl amines; alkyl phenyl amines; 
alkoxybenzyl amines; alkyl aminobenzoates; alkoxy aniline; and other linear primary amines containing from 1 to 50 



f Z P ^ « V 6 l 3 ^ 0 at ° mS ' in thS alky ' and alkox y «***uents in these primary amines. It is under- 
stood that the alkyl and alkoxy substrtuents on the above discussed primary amines can be linear or branched, prefer- 
ably .near, and saturated or unsaturated, preferably saturated Exemplary, but not exclusive of such amines are 
hexylamme. octylamme. dodecylamine and the like. 

Ih ^%™lT ,ei *T C °~ alkenyl benZene)> preferab,y has * molecular weight range between about 1 .000 and 

^15S£i^^;/Tl^ y between about 10000 and 500 - ooa and wen more ,ypica,,y between 

about 1 50.000 and 450.000. where the molecular weight is weight-average ("M*,") 

hTnLnJ 16 p 2; malein ™ de - c °- alk enyl benzene) centipede polymers of the present invention can be employed as 
hgh damping additives and as an alternative for plasticizers or oils in the formulation of various rubber compounds or 
elastomenc polymers. 

[0023] The centipede polymer of the present invention may be prepared by any means well known in the art for com- 

t b r.n^Jc ,n9r h 6 ' ""t 35 b 'r dina mi " ing ° r interna ' batCh mixin 9 A rapid and convenient method of prepara- 
t.on compnses heating a mixture of the components to a temperature of about 50°C to about 290°C 

hf^Ln^ 6 !T! Pede K F !!l y T rS ° f ** inV6nti0n are P referab| y manufactured by mixing and dynamically heat-treating 
the components described above, namely, by melt-mixing. As for the mixing equipment, any conventional, generally 
known equ,pment such as an open-type mixing roll, closed-type Banbury mixer, closed type Brabender mixer, extruding 
TSSL! Z ' C ° nt,nU ° 4 US mi f r ' is ^eptable. The closed-type Brabender mixer is preferable, and mixing in 
an inactive gas environment, such as nitrogen or carbon dioxide, is also preferable 

I°S ^ aC ~ fdanCe With the present invention - centipede polymer composition of the present invention may be 
added as an extender or as a plasticizer to an elastomeric polymer in an amount ranging from about 0.5-200 parte by 
weightper 100 parts by weight of a solid elastomeric polymer; preferably in an amount ranging from about 0 1 to about 
50 parts by weight ofcentipede polymer per 100 parts by weight of the elastomeric polymer to be extended. Most pre- 
™ * a T h ° Un S ^ centipede polymer include from about 0.5 to about 20 parts of centipede polymer per 100 

IZSows *° me " C P °' ymer TheSe parts by weight bein 9 effective P'asticizing amounts of centipede polymer in 

[0026] Typical but by no means limited to the types of thermodynamic^ miscible elastomeric polymers and copol- 
ymers that may be compatibly blended and extended by the centipede polymers of the present invention are elasto- 
menc polymer containing formulations inc.ude but not limited to: natural rubber, polyisoprene. po.ybutadiene 
a^eTent^ ethylene/propylene copolymer rubbers and blends thereof SBR and polybutadiene 

[0027] The use of poly(maleimide-co-alkenyl benzene) centipede polymers produced according to the present inven- 
^ th!lf T C,Z6rS , 6,astomeric ^V™' 5 ***** or as a partial oil substitute increases the damping properties 
of the elastomenc polymers over comparable oil extended polymers The use of the centipede polymers as an extender 
in elastomenc polymers also increases the tensile strength, the maximum elongation, tear strength and the travel at 
tear characteristics versus elastomers extended with a comparable amount of oil extender 

[0028] Although the present invention also contemplates use of the instant centipede polymers in combination with 
conventions extender oils, an embodiment contemplates the total substitution of conventional extenders by centipede 
polymers Typical prior art extender replaced by the instant centipede polymers include extender oils and low molecu- 
lar weight compounds or components. Such extender oils include those well known in the art such as naphthenic aro- 
™Tl Pa l? T P6t ? ,eum oi,s and si,icone oils Examples of low molecular weight organic compounds or 
f kT ' n compositions that mav be replaced by the centipede polymers of the present invention are 
hITn ™ ^ °[ Ban ? haVin9 3 n "mber-average molecular weight of less than 20.000. preferable less 

t 1 !" Pre,erably ,ess than 5000 A,thou 9h there is no particular .imitation to the materia, that the 

? P ? P ? L 6 * 3 " Pri ° r 3rt rubb6r com P°unds. the following is a list of examples of appropriate 

replaceable matenals: (1 ) softening agents, namely aromatic, naphthenic and paraffinic oil softening agents formbbers 
i'ST; fTJ lT l™^ name ' y P iaSliciz&ts composed of esters including phthalic. mixed phthalic. aliphatic diba- 
sic acd. glycol fatty aad. phosphonc and stearic esters, epoxy plasticizers. other plasticizers for plastics: and (3) petro- 
leum hydrocarbons, namely synthetic terpene resins, aromatic hydrocarbon resins, aliphatic hydrocarbon resins 
aliphatic cyclic hydrocaifcon resins, aliphatic or alicydic petroleum resins, aliphatic or aromatic petroleum resins poly^ 
t r;it UnSahJ i1 "Vdrocarbons. and hydrogenated hydrocarbon resins. The instant centipede polymers <?n be u2d 
to replace or partially replace one or more or all of these extender materials 

^ itiv ^. US * fu .' in * ero ^^^ Stabilizers anti- 

somr^rHH? 0 " 3 * I re,nforcin9 a 9 ents - enforcing resins, pigments, fragrances and the like are examples of 
some such additives Specific examples of useful antioxidants and stabilizers include 2-(2'-hydroxy-5--methylphenyl) 
meST T "21 dibuty,dithioc f bamate - *c dibuty. dithiocarbamate. tris(nony.pheny. phosphrte. 2.6^^4 
ZSETSlS £ ST P y ! Onventi0na, ,i,lers and pi 9 men ts include silica, carbon black, titanium diole. 
LmnS IL ^ 8 !f COmpo " ndm 9 ,n 9 red,ents a «* incorporated in suitable amounts depending upon the co^ 
templated use of the product, preferably in the range of 1 to 350 parts of additives or compounding ingredients per 100 
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parts of the elastomeric polymer. 

[0030] A reinforcement may be defined as the material that is added to a the elastomeric compositions to improve the 
strength of the centipede extended elastomeric polymer. Most of these reinforcing materials are inorganic or organic 
products of h,gh molecular weight. Various examples include glass fibers, asbestos, boron fibers, carbon and graphite 
fibers, whiskers, quartz and silica fibers, ceramic fibers, metal fibers, natural organic fibers, and synthetic organic fibers 
Other elastomers and resins are also useful to enhance specific properties like damping properties, adhesion and proc- 
essability. Examples of other elastomers and resins include adhesive-like products including Reostomer (produced by 
Riken- Vinyl Inc.), hydrogenated po!ystyrene-( medium or high 3.4) polyisoprene-polystyrene block copolymers such as 
Hybler (produced by Kurare Inc.). polynorbornenes such as Norsorex (produced by Nippon Zeon Inc.) and the like 
[0031] The centipede extended elastomer compositions obtained using the manufacturing method of this invention 
can be molded with equipment conventionally used for molding thermoplastics. These centipede extended elastomer 
compositions are suitable for extrusion molding, calendar molding, and particularly injection molding. These composi- 
tions can be mixed in any conventional mixer such as a Brabender mixer, a Banbury mixer or roll mill or extruder nor- 
mally conducted within the temperature range of about 1 00 °C. to about 300 °C. . preferably maintaining the composition 
above its melting point for a few minutes up to several hours, preferably 10 to 40 minutes. A particularly useful technique 
is to add any fillers in the beginning of the fixing cycie in order to take maximum advantage of heating time and to pre- 
vent surface bleeding and overheating when forming the molded articles. 

[0032] The centipede extended elastomeric polymer formulations may be molded in appropriate press ovens and the 
like to form products in the form of extruded pellets, cut dices, preferably as small as possible since smaller pellets pro- 
vide short heating times and better flow when utilized in flow molding. Ground pellets may also be utilized 
[0033] In summary, the poly(maleimide-co-alkenyl benzene) centipede extended elastomeric polymer formulations of 
the instant invention can be used in high temperature applications including uses in injection molding or in any other 
compositions typically for elastomeric properties. The use of the centipede polymers as a extender in elastomeric pol- 
ymers increases the tensile strength, the maximum elongation, tear strength and the travel at tear characteristics ver- 
25 sus elastomers extended with a comparable amount of oil extender. 

[0034] Damping is the absorption of mechanical energy by a material in contact with the source of that energy It is 
desirable to damp or mitigate the transmission of mechanical energy from, e.g.. a motor, engine, or power source to its 
surroundings. Elastomeric materials are often used for this purpose. It is desirable that such materials be highlyeffec- 
tive in converting this mechanical energy into heat rather than transmitting it to the surroundings. It is further desirable 
that this damping or conversion is effective over a wide range of temperatures and frequencies commonly found near 
motors, automobiles, trucks, trains, planes, and the like. 

[0035] A convenient measurement of damping is the determination of a parameter called tan 6 . A forced oscillation 
is applied to a material at frequency f and the transmitted force and phase shift are measured. The phase shift: angle 
delta »s recorded. The value of tan 6 is proportional to the ratio of (energy dissipated)/( energy stored) The measure- 
ment can be made by any of several commercial testing devices, and may be made by a sweep of frequencies at a fixed 
temperature, then repeating that sweep at several other temperatures, followed by the development of a master curve 
of tan 6 vs. frequency by curve alignment. An alternate method is to measure tan 5 at constant frequency (such as at 
10 hz) over a temperature range. We have defined an unfilled material as useful for damping when tan 6 >~0 3 over 
at least a 4 decade range, preferably a 6 decade range of frequency. 
40 [0036] It is further important that this high degree of absorption of energy be accompanied by good mechanical and 
thermal stability, as the part prepared from the subject centipede extended polymers will be cycled through various 
environments and repeatedly such to various forces of compression, tension, bending, and the like. 
[0037] The compositions of the present invention are favorably used in the manufacturing of any product in which the 
following properties are advantageous: a high degree of softness, heat resistance, decent mechanical properties elas- 
ticity and/or high damping. The compositions of the present invention can be used in all industry fields, in particular in 
the fabrication of automotive parts, tire tread rubbers, household electrical appliances, industrial machinery, precision 
instruments, transport machinery, constructions, engineering, and medical instruments. 

[0038] Representative examples of the uses of the instant centipede extend elastomeric polymers are clamping rnate- 
nals. and vibration restraining materials. These uses involve connecting materials such as sealing materials packing 
gaskets and grommets. supporting materials, such as mounts, holders and insulators, and cushion materials such as 
stoppers, cushions, and bumpers. These materials are also used in equipment producing vibration or noise and house- 
hold electrical appliances, such as in air-conditioners, laundry machines, refrigerators, electric fans vacuums driers 
printers and ventilator fans. Further, these materials are also suitable for impact absorbing materials in audio equipment 
and electronic or electrical equipment, sporting goods and shoes. 

[0039] In the following, the present invention will be described in more detail with reference to non -I imitative examples 
The following examples and tables are presented for purposes of illustration only and are not to be construed in a lim- 
iting sense. 
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Preparation of Centipede Polymer 
Example 1 



[0040] A nitrogen purged Brabender mixer (~ 310 gram capacity) equipped wrth a Banbury blade was initially set to 
30 rpm and the temperature was set to 165 °C The mixer was then charged with 1 50 g of poly(styrene-a/f-maleic anhy- 
dr.de) (obtained from Aldrich Chemical Company of 1001 West Saint Paul Avenue. Milwaukee. Wl Catalog Number 
18.293-1. CAS Number: 901 1-13-6)(M n = 350.000) and 34.5 g of dodecyl amine (obtained from Aldrich. 98% purity) 
The contents of the mixer was then agitated for 1 0 minutes and then a charge of another 34.5 g of dodecyl amine was 
added to the mixer. The procedure was repeated 3 times until a total of 1 38 g of dodecyl amine had been added to the 
mixer. After 30 m.nutes of continuous mixing, the agitation speed was reset to 60 rpm and the temperature was reset 
to 205 °C. Agitation was continued for an additional 65 minutes. Agitation was thereafter reset to 1 5 rpm and the heating 
element of the mixer was turned off. and the polymer mass within the mixer was permitted to cool down to 150 °C at a 
rate of - 4 "C/mm. The agitation was then stopped and the centipede polymer product mass was then removed from 
the mixer. 

[0041 ] IR absorption pea ks characteristic of the centipede polymer mass were noted substantially only at 704 cm 1 
1701cm .1772 cm" . 2852 cm 1 and 2923 cm 1 . The ratioof the intensities was observed at l 2923 to l 1701 = 08 Fur- 
ther, an NGR analysis ( 1 H and ,3 C) indicated that the imidization reaction within the product mass had achieved a 
100% completion. It was not possible to define the T g value since the characteristic T_ transition is very broad when 
using DSC. No step change in heat capacity was noted (i.e., ACp. vs Temperature). 

Example 2 

[0042] The same nitrogen purged Brabender mixer (~ 310 g capacity) equipped with a Banbury blade of foregoing 
Example 1 was initially set to 30 rpm and the temperature was set to 80°C The mixer was then charged with 150 g of 
poly(styrene-a/f-maleic anhydride) (obtained from Aldrich. M n = 350K) and 96 g of octyl amine (obtained from Aldrich 
99% purity). After 5 minutes, the mixture was permitted to heat up at a rate of 4°C/min. Once the temperature of the 
mixture reached 1 40°C. the agitation was discontinued. When the temperature of the mixture rose to 250°C the heating 
element of the mixer was set to isothermal mode and the agitation was resumed at a speed of 30 rpm After 5 minutes 
of continuous mixing, the agitation speed was reset to 70 rpm and the temperature was reset to 210°C Agitation was 
continued for an additional 65 minutes. The heating element of the mixer was then turned off, and the polymer mass 
within the mixer was permitted to cool down at a rate of ~ 4 °C/min. The agitation was then turned off and the centipede 
polymer product mass, while at temperature of 1 60°C. was then removed from the mixer. 

[0043] IR absorption peaks characteristic of the centipede polymer mass were noted substantially only at 705 cm" 1 
1701cm ,1770cm" . 2855 cm" 1 and 2926 cm" 1 . The ratio of the intensities was observed at l 2926 to 1, 70 i = 0 55 Fur- 
ther, an NGR analysis fH and 13 C) indicated that the imidization reaction within the product mass had achieved a 
100% completion (i.e.. no traces of maleic anhydride peaks at 1770 cm 1 and 1855 cm 1 ; and. amino group peaks at 
3330 cm ). Although the DSC characteristic T transition was very broad, between -SO^C to 75°C the T„ was esti- 
mated at 60°C. ' 9 

Examples 3-9 

Application of Centipede Polymers in Rubber Compounds 

[0044] In Examples 3 to 9. rubber compositions were prepared according to the formulation as displayed in parts by 
weight as shown in Table 1. In Examples 4 to 8 the centipede polymer of Example 1 was used to at least partially 
replace that amount of aromatic oil normally used, as shown in Table 3. Although the respective amounts of aromatic 
oil and centipede polymer were varied, the sum of the respective amounts (18.25 parts by weight) was kept constant in 
all compounds. The rubber compound used in the formulation in Table 1 was an oil-extended high-styrene SBR (20 phr 
aromatic oil) which contained 33% bound styrene with a T g = -47 °C. The cis-BR used was a high-cis polybutadiene 
with a cis content = 96%. In each sample, the components were kneaded by the method indicated in Table 2 The final 
stock was sheeted and molded at 165 »C for - 15 minutes. For each of the sample vulcanized rubber compounds of 
Examples 3 to 9. measurements of the tensile strength; tear strength; and. hysteresis loss were taken The results of 
these measurements appears in Table 3. Measurements of tensile strength were based upon the conditions of ASTM- 
D 412 at 22 »C. Test specimen geometry was taken in the form of a ring having a width of 0.05 inches and a thickness 
of 0.075 inches. The specimen was tested at a specific gauge length of 1 .0 inches. The measurement of tear strength 
is based on conditions of ASTM-D 624 at 1 70 °C. Test specimen geometry was also taken in the form of a tucked ring 
in accordance with the conditions defined in ASTM-624-C. The specimen was tested at the specific gauge length of 
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w 



! 750 inches. The hysteresis loss was measured with a Dynastat Vicoelastic Analyzer. The test specimen geometry 
was also taken ,n the form of a cylinder of a length of 0.6125 inches and a diameter of 0.375 inches. The specimen was 
*n t \ HZ ^ 3 tem P erature of 50 "C A static mass of 2 0 Mpa and a dynamic mass of 2 50 MPa 

ZISS J JT' . ^ ^ S6en in Table 3 ' the mbber com P^itions of Examples 4-8 exhibited very well baT 
nhSJTh h n ^K : ^ Stren9thS: and ' dampin9 P r °P ertie s. An evaluation of the resistance of the samples was 
T^LZT" 9 amOU T f W6ar ASSUmi " 9 a " consider ^ were based upon the same modulus condition 
no s.gn.f,cant differences were observed between the test samples and the comparative samples 

2^°f " Wa h SCO, \ cluded that the developed according to the instant invention (as shown in sam- 

h h ar ^ salable as high damping additives in rubber compounds. It was further concluded that these polymers 
could be used as alternative substitutes for oils and/or plasticizers. 



TABLE 1 



15 


Styrene-Butadiene Rubber (SBR, Duradene 753) 


96.80 




Butadiene Rubber (cis-BR, Diene 600) 


20.00 




Carbon Black (ISAF) 


7000 




Aromatic Oil 


18.25 


20 


Stearic Acid 


2.00 




Wax 


1.50 




Antioxidant [N-(1,3 dimethybutyl)-N'-phenyl -p-phenylene-diamine] 


0.95 




Sulfur 


1.70 


25 






Accelerator [N-tert-butyl-benzothiazolesulfenamine] 


0.80 




Zinc Oxide 


2.00 




Antioxidant [polymerized 1.2<iihydro-2,2,4-trimethylquiolineJ 


0.22 


30 


Accelerator (benzothiazyt disulfide) 


0.20 




Accelerator (tetra-methylthiuram monosulfide) 


0.20 



35 



40 



45 



50 



55 



7 

:w.c: norm ^pp ooo/iooc/m » ^ 
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TABLE 2 



Mixer 


310g Brabender 


Agitation Speed 


60 rpm 


Mater Batch Stage 


Initial Temperature 


110°C 


0 sec 


charging polymers 


30 sec 


charging carbon black and all pigments 


5 min 


drop 


Rem/7/ Batch Stage 


Initial Temperature 


110°C 


0 sec 


charging mater batch stock 


4 min 


drop 


Final Batch Stage 




Initial Temperature 


75°C 


0 sec 


charging remilled stock 


30 sec 


charging curing agent and accelerators 


80 sec 


drop 



TABLE 3 



35 



Example No. 


Polymer 
used: Ex 1 
(parts by 

weight) 


Sulfur used 
(parts by 
weight) 


Tensile 
strength 
(psi) 


Maximum 
elongation 
(%) 


Tear 
strength 
(psi) 


Travel at 
Tear (%) 


Tan 8 at 50°C 


3 (comp) 


0 


1.7 


2928 


564 


209.4 


326.4 


0.245 


4 


5 


1.7 


3264 j 


598 


290.0 


409.1 


0.255 


5 


10 


1.7 


2876 


564 


3048 


423.2 


0.274 


| 6 


15 


1.7 


2916 


549 


3256 


431.3 


0.308 


7 


8 


1.7 


3212 


573 


294.5 


403.6 


0.253 


8 


12 


1.7 


3147 j 


605 j 


311.7 


426.9 | 


0.293 




0 


2.0 


3166 


535 \ 


237.8 


315.4 


0.221 ; 



[0046] Table 3 shows a series of seven examples wherein a damping polymer that was extended only by conventional 
extender oils in comparative Examples 3(comp) and 9(comp)), was compared to the same damping polymer extended 
with varying proportions of the instant centipede polymer to conventional extender oils while maintaining a constant 
total extender oil weight proportion of 18.25 parts by weight of extender. For example, Example 3 contained 18.25 parts 
by weight of aromatic oil while Example 4 contained 13.25 parts by weight of aromatic oil and 5 parts by weight of cen- 
tipede polymer as prepared in Example 1. Substantial improvements can be noted in the examples that were partially 
extended with the centipede polymer of the present invention with respect to tensile strength, tear strength travel at tear 
and tan 6 at 50°C. 

[0047] Although the invention has been described with reference to particular means, materials and embodiments it 
is to be understood that the invention is not limited to the particulars disclosed and extends to all equivalents within the 
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scope of the claims. 



Claims 

1 . A polymer composition, comprising a poly(maleimide-co-alkenyl benzene) 

2. The polymer composition of claim 1 . wherein the alkenyl benzene moiety of said poly(maleimide-co-alkenyl ben- 
zene) is selected from the group consisting of: styrene. a-methylstyrene. tert-butylstyrene. p-methylstyrene 4-phe- 
nylstyrene. 3-methylstyrene. m-methylstyrene. o-methylstyrene. dimethylstyrene, and combinations thereof 



3. 



The polymer composition of claim 1 , wherein the maleimide moiety of said poly(maleimide-co-alkenyl benzene) is 
the reaction product of a maleic anhydride contributed monomer unit of a poly(alkyl benzene-co-maleic anhydride) 
and a primary amine. ' 

4. The polymer composition of claim 3, wherein the primary amine is selected from the group consisting of alkyl 
amines; alkyl benzyl amines; alkyl phenyl amines; alkoxybenzyl amines; alkyl aminobenzoates; and alkoxy aniline 
containing from 1 to 50 carbon atoms in the alkyl and alkoxy substituents in the primary amine. 

5. The polymer composition of claim 3, wherein the primary amine contains alkyl or alkoxy substituents containing 
from 6 to 30 carbon atoms in the alkyl and alkoxy substituents. 

6. The polymer composition of claim 3. wherein the poly(alkyl benzene-co-maleic anhydride) comprises from about 5 
to 99 mole percent of maleic anhydride monomer. 

7. The polymer composition of claim 3. wherein the poly(alkyl benzene-co-maleic anhydride) comprises from 20 to 50 
mole percent of maleic anhydride monomer 

8. The polymer composition of claim 3, wherein the poly(alkyl benzene-co-maleic anhydride) comprises 50 mole per- 
cent of maleic anhydride monomer and 50 mole percent of styrene monomer. 

9. The polymer composition of claim 3, wherein the poly(alkyl benzene-co-maleic anhydride) comprises alternating 
maleic anhydride and alkenyl benzene contributed monomer units. 

10. The polymer composition of claim 1. wherein said poly(maleimide-co-alkenyl benzene) has a molecular weiaht 
range between about 1 .000 and up to about 500.000. 

11. The polymer composition of claim 1. wherein the alkenyl benzene moiety of said poly(maleimide-co-alkenyl ben- 
zene) is styrene. 

12 ' rTner 1 ^ 8 ' COmP ° Siti0n °* C ' aim 1 " wherein PoW-raleimide-co-alkenyl benzene) is poly(maleimide-co-sty- 

13. A method for the formation of a poly(maleimide-co-alkenyl benzene) polymer, comprising: reacting a polyfalkenyl 
benzene-co-maleic anhydride) in the presence of a primary amine in a substantially dry state and in respective 
weight proportions sufficient to form a poly(maleimide-co-alkenyl benzene) polymer. 

14. The method of claim 13. wherein the monomer for forming the alkenyl benzene moiety of said poly(maleimide-co- 
alkenyl benzene) b selected from the group consisting of: styrene. a-methylstyrene. tert-butylstyrene p-methvlstv- 
tSreof 4 ^ 6 ^'^' 6 " 6 ' 3 ' methylstyrene - m-methylstyrene. o-methylstyrene. dimethylstyrene. and combinations 

15. The method of claim 13. wherein said primary amine is selected from the group consisting of: alkyl amines alkyl 
benzyl amines; alkyl phenyl amines; alkoxybenzyl amines; alkyl aminobenzoates; and alkoxy aniline; containing 
from 1 to 50 carbon atoms in the alkyl and alkoxy substituents in the primary amine. 

16. The method of claim 13. wherein said formation is conducted at temperatures from about 100 °C to about 300 °C. 

17. A plasticized elastomer composition comprising 100 parts by weight of a solid elastomeric polymer; and 0.5-200 
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parts by weight of a po!y( maleimide-co-alkenyl benzene). 

1 8. The plasticized elastomer of claim 1 7. wherein comprising from about 0. 1 to about 50 parts by weight of poly(ma!e- 
imide-co-alkeny» benzene) per 1 00 parts by weight of the elastomeric polymer. 

19. The plasticized elastomer of claim 17, wherein the elastomeric polymer is selected from the group consisting of- 
natural rubber, polyisoprene. polybutadiene. styrene/butadiene rubber (SBR). and ethylene/propylene copolymer 
rubbers. 

20. The plasticized elastomer of claim 1 7, wherein the monomer for forming the alkenyl benzene of said poly(maletm- 
ide-co-alkenyl benzene) is selected from the group consisting of: styrene. a-methylstyrene, tert-butylstyrene p- 
methylstyrene, 4-phenylstyrene, m-methylstyrene. o-methylstyrene. dimethylstyrene, and combinations thereof. 

21. The plasticized elastomer of claim 17, having damping properties having a tan 6 in the range of about 1 to about 
0.10 over the temperature range of 30 °C. to 100 °C. 

22. The plasticized elastomer of claim 1 7. further comprising from 1 to 350 parts of a inorganic filler, additive or com. 
pounding ingredient based on 100 parts by weight of the solid elastomeric polymer 

23. The plasticized elastomer of claim 1 7, wherein the extender is at least one compound selected from the group con- 
sisting of: softening agents, plasticizers. tackif iers, oligomers, lubricants, petroleum hydrocarbons, silicone oil aro- 
matic oil. naphthenic oil and paraffinic oil. 

24. A method for producing a vulcanizable elastomeric composition comprising: 

providing 100 parts by weight of a solid elastomeric polymer; 

adding to and admixing with said elastomeric polymer 0.5-200 parts by weight of a poly(maleimide-co-alken V l 
benzene). 7 
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